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(54) Composite anode for secondary lithium battery 

(57) The invention provides a secondary lithium bat- 
tery of which the electrode reaction at the negative elec- 
trode is a dissolution-deposition reaction of metallic 
lithium. The battery comprises a negative electrode 
which has a first electrode component where a deposi- 
tion-dissolution reaction of metallic lithium will take 
place in charging and discharging and a second elec- 
trode component to prevent metallic lithium from being 
deposited in the form of dendrite. 

The second electrode component shows elec- 
tronic-ionic mixed conduction and is preferably semi- 
conductive; examples are Li-intercalating transition 
metal oxides and sulfides, and Li-ion conductive electro- 
lytes. 
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h a J5 e M reSert inventi0n relates to a secondary lithium 
battery. More specifically, this invention relates to aW 

SSfiST at fe e,ectrode in 

With development of such portable appliances as 
personal computer and cellular phone, thloenSfor 
batteries as their power source has risen very £££ 

E££Z, £ ? H S ba!tery because ,itSm « « 
mT£?fl£ ^'^cweioMandahighlonbation 

tZTJ a 6aS0n * th8re fe a mountin 9 ca« *t lith- 
ium battenes as power source for portable appliances 
especially a rechargeable secondVry lithium S 
and^earches have been conduct*? active^ ^ 

^HTJ!*^ batterieS> mela,,ic ,ithium ' Wwi 
nS- and , l,tn,urn intercalation materials are used as 
negative electrode active materials. Some smZ-steZ 
secondary lithium batteries called the coin J?. S 

IS m8rketed wWch U8e meta,,ic «S« or Sh- 
-urn alloy as a negative electmde active material. IniVe 
sectary IrthJum batteries of the cylindrical and other 
types used as main power sources for portable alli- 
ances, on the other hand, carbon materiSnlS 
«n jntercalation materials, are used asTSe 
electrode active materials ™ganve 
Of the above-mentioned three negative electrode 

Sa mSL ?* m . k theore,ical «Pac«y density at 
n^L ^ P 088 ' 516 ' tnerefore ' tomakeupasec- 
ondary lrth.um battery with a high energy cSyhf 
turning the dissolution-deposition reacti™ of n2a£ 
a " e,eCtrochemical ««*>" at the negative 

The problem with the lithium battery with metallic 
lrth.um as a negative electrode active material is hm, 

Z f" m ^ ,lic ,ithium tend8 to ^^VZ 

22Sh"? ! ,ithium a,,cy 0r ,rtnium WwSS 

nn ■J** 9 rows wben electric current concentrates 
on metallic Irthium where lithium tends to depSt 
chargmg wrth a large current flow. Where curren^n 
cemrates. lithium deposits and grows in the form S Z 
dnte. The growing dendrite then penetrates the 
separator layer in time and comes in Lacfwrth Se 
poalve electrode, causing an internal short-droutt 



of dendrite formation and employing the dissolution- 
£ 0 "^ - "thium metal as electrochemical 
reaction at the negative electrode. 

5 hs*** PreSert inVention provides a secondary lithium 
^S^SLT^" 9 a ton conductive 7eZZ 
and positive and negative electrodes in contactttieS 
w^wherein the negative electrode «2 aZ 

'eSS n, C T X3nent ^ 106 depcsition^ssotuS 
ro S a ?r ,Umm ^ ,te ^^ acedurin 9chargeT 
2*5* * e nesative and- a second 

fo ™r* nerttopr ^^ 

first SeJJSlT m0d9 01 fte Present inve "«on. the 
» SST ff COmponent is comprised of an electronic 
^f uc6vemateria) a "d the second electrode Sj£ 

mixed conduction or semiconduction for electron 
the ZZEZlS?* m ° de 01 *• Mention, 

««„ l - " anotner Purred mode of the present inven- 
tion tt, e second electrode component is MmpWoTa 
material having electronic-ionic mixed conducten »nH 
the electronic conductivity thereof SumZEZS?- 
« conductivity of the wS^SSSS^SS 
preferably lowerthan or equal toSx 10^^' 

the se^SS* m ° de * * 18 Presert inventi °n. 
me second electrode component is comprised of a 

matenal having electronic-ionic mixed ronductaanS 

30 ^transport number of electron in the SSTJE 

tr«!e component fe smaller than that of lithium ion 

Ateo, used in the second electrode component are 

m e S r, ?,, Wh, l Sh0W 30 reaction «1 

metal. Still another suitable material as the second elec 
35 trode component is the kind of material of wMch Z 
equilforium potential with no lithium metaTpresttt at Se 
native electrode is more positive than' S"mv £ 

fc * While 108 novel ,eature s of the invention are set 

2 SK* bl . th9 da ^ ^n^c? 

both as to organization and content, will be bette 
understood and appreciated, along ■tt^JE 
and features thereof, from the following deEd 
w de8 W^enincor,unctionwiththedZngs 

S£™ N ° F ™ E SEVERAL V ' E ^ OF 



BRIEF SUMMARY OF THE INVENTION 

c~ "if a " !^ jeCt 01 tne present inven tion to provide a 
secondary lithium battery that can achieve a Sfgh 
energy density by solving the above-mentioned problem 



ondary Irth.um batteries according to the pr^tvet 

nr J** l are dia 9rams schematically showing the 
process of metallic lithium being deposited on a meVal 
55 electrode and a semiconductor elecfrode 

nisnTS' ill 8 8 S f ematiC drawin9 showin 9 *e mecha- 
nism of Irthium being kept from growing into dendrite 

accordmg to the present invention 
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Fig. 4 is potential cfiagrams schematically showing 
the mechanism of lithium being kept from growing into 
dendrite according to the present invention. 

Fig. 5 is a vertical cross sectional view of a second- 
ary lithium battery in an embodiment of the present s 
invention. 

Fig. 6 is the charge-discharge curves of a second- 
ary lithium battery in an embodiment of the present 
invention. 

Fig. 7 shows charge-discharge cycle characteris- w 
tics of a secondary lithium battery in an embodiment of 
the present invention. 

Fig. 8 is the charge-discharge curves of the sec- 
ondary lithium battery of the comparative example. 

Fig. 9 shows charge-discharge cycle characteris- is 
tics of the secondary lithium battery of the comparative 
example. 

Fig. 10 is a vertical cross sectional view of a sec- 
ondary lithium battery in another embodiment of the 
present invention. 20 

DETAILED DESCRIPTION OF THE INVENTION 

The present invention is based on a discovery that 
materials such as Li x Ti0 2 and Li x W0 3 in the negative 25 
electrode prevent deposition of lithium from dendritic 
growth. According to this effect, employing of the disso- 
lution-deposition reaction of lithium metal as electrode 
reaction at the negative electrode makes it possible to 
construct a secondary lithium battery with a high energy 30 
density. 

The inventors surmise that the reason why the use 
of such materials as Li x Ti0 2 and Li x W0 3 in the negative 
electrode prevent dendritic formation is one of the fol- 
lowing three effects of those materials or their synergis- 35 
tic effect. By the three actions, it is understood that such 
materials as Li x 7i0 2 and Li x W0 3 have: 

(1) Electronic-ionic mixed conduction, 

(2) Semiconductor-like property and 40 

(3) Local oxidation of lithium metal. 

The mechanism of keeping down the growth of den- 
drite by those actions are hereinafter described. 

As described later in the embodiments and else- 45 
where, the negative' electrode of the secondary battery 
according to the present invention is composed of a first 
electrode component for metallic lithium to dissolve and 
deposit namely a negative electrode current collector 
or an electrode separately provided on the negative so 
electrode current collector and such materials as 
Li x Ti0 2 and Li x W0 3 to keep down the growth of den- 
drite. Hereinafter, such materials as Li x 7i0 2 and 
Li x W0 3 to keep down the growth of dendrite shall be 
called second electrode component. 55 

It should be noted that the first and the second elec- 
trode components can be made up into a mixed form, 
but for simplicity's sake, an arrangement with the sec- 



ond electrode component placed on the first electrode 
component is described hereinafter. 

(1) Electronic-ionic mixed conduction 

Lithium ions in the electrolyte are rendered in a sol- 
vated state by the organic solvent used in the electro- 
lyte. Even if such lithium ions are reduced and 
deposited as metallic lithium, the organic solvent mole- 
cules are firmly adsorbed on the surface of the lithium 
metal. Therefore, when metallic lithium deposits contin- 
uously on the electrode, the deposition concentrates at 
an active site on the electrode where the organic solvent 
is less adsorbed, resulting in a dendrite growing. 

On the other hand, such materials as Li x Ti0 2 and 
LixWOs show electron-lithium ion mixed conduction. If 
those materials as second electrode components are 
provided on the first electrode component where metal- 
lic lithium deposition takes place, the lithium ions migrat- 
ing in such solids as Li Ji0 2 and Li x W0 3 are reduced 
on the first electrode component, depositing metallic 
lithium. The lithium ions that migrate in the solid like that 
are not solvated with the organic solvent, and as a result 
the molecules of the organic solvent are hardly 
adsorbed on the interface between the first and the sec- 
ond electrode components. By providing an electronic- 
ionic mixed conductive second electrode component, it 
is possible to make up a secondary lithium battery with 
the growth of a metallic lithium dendrite kept down. 

Such a phenomenon of concentrated deposition of 
metallic lithium as mentioned above are also liable to be 
caused by an uneven electric double layer. 

In charging the secondary lithium battery, the lith- 
ium ions in the Helmholtz layer on the electrode surface 
are reduced and deposited as metallic lithium. To 
deposit metallic lithium not in the form of dendrite but 
evenly, therefore, it is necessary to keep the Helmholtz 
layer uniform during charging the battery. As metallic 
lithium is deposited, the lithium ion concentration in the 
Helmholtz layer falls, with lithium ions diffusing into it 
from the offing in the electrolyte. The result is that there 
arises a concentration gradient of lithium ion inside the 
electrolyte. Since, however, the lithium ion concentra- 
tion is relatively low in the electrolyte generally used in 
the secondary lithium battery, the double layer where 
there arises that lithium ion concentration gradient will 
spread widely from the electrode surface toward the off- 
ing. 

As a result, the diffusing double layer structure is 
subject to be effected by the form of the negative elec- 
trode or the separator and the positive electrode 
present inside the battery, and in case a distribution in 
the density of electric current flowing in the electrolyte 
becomes nonhomogeneous, metallic lithium will be 
deposited in the form of dendrite in the area where elec- 
tric current concentrates. 

In the electronic-ionic mixed conductor, on the other 
hand, lithium ions are present in a high concentration 
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and this diffusing double layer gets thin, which will keep 
down such a concentration of electric current and a dep- 
osition of metallic lithium in the form of dendrite as in the 
above-mentioned case. 

It is desired that the electronic conductivity of the 
second electrode component is lower than the ionic 
conductivity of the lithium ion conductive electrolyte 
used in the battery. The potential diagram in thef iist and 
the second electrode components in such a case is 
? °T a sch 11 einatical| y in Fi9- 1 (a). If the electronic con- 
duct^ of the second electrode component is lower 
than the ionic conductivity of the lithium ion conductive 
electrolyte, the potential gradient in the second elec- 
trode will be higher than that in the electrolyte As a 
result, even when the negative electrode shows a 
potental V nag , therefore, the scope of lithium ion reduc- 
tranis limited to the area Aas indicated in Fig. 1 (a), with 
the deposition of metallic lithium confined to this area In 
case the electronic conductivity of the second electrode 
component is very high, on the other hand, metallic lith- 
ium can deposit in the area B indicated in Fig. 1 (b) or 
the interface between the second electrode and the 
electrolyte, and the metallic lithium deposited on the 
surface C of the second electrode component takes the 
form of dendrite. 

For this reason, it is preferable that the electronic 
conductivity of the second electrode component should 
oe lower than the ionic conductivity of the lithium ion 
conductive electrolyte used in the battery, more specifi- 
cally not higher than 5 x l0 2 S/cm. 

In case, in the second electrode component, the 
ionic conductivity is inferior to the electronic conductiv- 
ity, electrons pass through the second electrode compo- 
nent before the lithium ions pass through the second 
etotrode component and are reduced on the first elec- 
trode component, thus creating a process in which the 
lithium ions are reduced on the surface C of the second 
electrode component. H is preferable, therefore, that the 
transport number of lithium ion at the second electrode 
component is higher than the transport number of elec- 
tron, more preferably not lower than 5 times as high as 
the transport number of electron 
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potential at the top of the valence band (E,) and the 
Fermi energy (E F ). 

Only thermal-excited electrons are in the conduc- 
tjon band, and the density of electrons with eneroy high 
s enough to reduce lithium ions is low, therefore an elec- 
tion transfer as shown in Fig. 2 (b) will hardly ever take 
place. That is, lithium is hardy deposited on such a 

t^^T^ 0 ^ and ' tnerefore - lithium 
is deposrted selectively on the first electrode component 

SpTSown Mhereby the 9rowtn * dendrite can be 

To produce such an effect, it is desirable that the 
band gap size (E, - 1=,) of the semiconductor-like elec- 
trorac conductive material used in the second electrode 
« is not lower than 0.3 eV, more preferably not lower than 
l ev. 

ha J n ^JH. 8 ba " d 9ap is 100 ,ar 9 e - on *e other 
nand. the electric conductivity of the second electrode 

componentwillbelow,andtheinternalresistanceofihe 
20 8econtoylHhiumbatter yw illbehigh.Forthisreason I 
is preferable that the band gap of the material us* in 
Je second electrode component should be not higher 
than 5 eV. more preferably not higher than 3 eV. 

» (3) Local oxidation of metallic lithium 



(2) Semiconductor-like property 



If the metal electrode is polarized to a more nega- 
tive potential than the metallic lithium potential in the 
lithium ion conductive electrolyte, then there will take 
place an electron transfer from the metal electrode to 
the electrolyte, with the metallic lithium deposited on the 
electrode 

On the semiconductor electrode, on the other hand 
even if the electrode is polarized to a more negative 
potential than the metallic lithium potential, the electron 
transfer is limited to from the conduction band to the 
electrolyte as shown in Fig. 2 (b) when the difference 
between the polarized potential and the metallic lithium 
potential is smaller than the difference between the 



If the second electrode component is a porous 
material for example, the electrolyte will be found on 
Je surface of the first electrode component, too. If the 
30 battery is charged in such a condition, it will result in the 
electron transfer from the first electrode component to 
me electrolyte, thus causing metallic lithium to deposit 
between the first and second electrode components 
concurrently. Since the metallic lithium thus deposited is 
35 due to the reduction of lithium ions in the electrolyte, it is 

ll e ,,? 2° *■ * dendrite - A Sd 

metallic lithium on the first electrode component is 
shown schematically in Fig. 3 (a). 

The relation of the density of intercalation state of 
40 Wh,um ions into such materials as U x Ti0 2 and LUrVO, 
to Ihe altered potential is generally represented in Fig. I 
(a) where those materials are represented by LLMeO 
Also the electronic structure of such materials is shown 
on the nght side in Fig. 4(b). As the dendrite of metallic 
45 'rthtum grows large and comes in contact with the sec- 
ond electrode component as illustrated in Fig 3 f a ) 
electrons will transfer from the metallic lithium in the 

■SZ** "* 1he SeCond component 
into the holes created by thermal excitation of electron 

so from Band 1 to Band 2 (oxidizing process of metallic lith- 
ium). Along therewith, the electrons thermal-excited into 
Band 2 will migrate into the metallic lithium electrode 

In this process, the part of metallic lithium that 
comes in contact with the second electrode component 

ss as shown in Fig.3(b) is oxidized and dissolved, then 
redeposrted on the other part of the deposited metallic 
Irthium. As a result, the form of the deposited metallic 
lithium improves in flatness as illustrated in Fig 3 ( C ) 
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As this process is repeated, the metallic lithium 
deposited between the first and the second electrode 
components increases in flatness and compactness, 
not growing into a dendrite. 

As described, there take place two reactions simul- 
taneously in the negative electrode according to the 
present invention: a reaction to oxidize and dissolve 
metallic lithium and the other to reduce and deposit lith- 
ium ions. In describing the series of mechanisms above, 
the term "oxidizing reaction" is used to define the oxidis- 
ing and dissolving process of the part of metallic lithium 
in contact with the second electrode, and does not 
mean that the second electrode component actually oxi- 
dizes metallic lithium. That is to say, the reaction men- 
tioned here means that the equilibrium reaction rate 
between these oxidizing and dissolving reaction and 
reducing and depositing reaction can be raised by pro- 
viding a second electrode component in the negative 
electrode and that deposited metallic lithium can be 
made flat in the form more effectively. 

To keep down the deposition of metallic lithium in 
the form of dendrite by such mechanism, it is preferable 
that E t or the equilibrium potential with the second elec- 
trode layer showing the most negative potential as far as 
no metallic lithium present in the negative electrode is 
positive as compared with the lithium electrode poten- 
tial, more preferably more positive than 50 mV vs. Li/Li + . 

If a secondary lithium battery is to be made up 
which is free from growing a dendrite while the dissolu- 
tion-deposition reaction of metallic lithium is employed 
as electrochemical reaction at the negative electrode, it 
is required that the second electrode component shows 
at least one of the aforementioned three actions. 

More preferably, the second electrode component 
used in the negative electrode shows more than one of 
those actions, so that the synergistic effect can effec- 
tively keep down the deposition of lithium in the form of 
dendrite. 

Those three actions have to be shown only when 
the second electrode component is polarized in the 
neighborhood of the lithium electrode potential; those 
actions are not required over a wide potential range. 

Among the preferred materials to make up a sec- 
ond electrode component showing those actions are 
such transition metal oxides as titanium oxide, tungsten 
oxide, vanadium oxide, niobium oxide, molybdenum 
oxide and the like. Those transition metal oxides 
become lithium-transition metal complex oxides to act 
as electron-lithium ion mixed conductor as lithium ions 
are doped in a charging reaction of the battery. Also, the 
materials doped with lithium ions prior to forming a bat- 
tery can be used in the same way; the same effects can 
also be obtained with those materials doped with 
sodium ions, potassium ions or the like instead of lith- 
ium ions. 

AJso, among the materials that show the same 
actions, transition metal-contained nitrides can be used. 
Similar results can also be obtained with such tran- 



sition metal sulfides as molybdenum disulfide, titanium 
disulfide and a variety of Chevrel phase compounds 
instead of transition metal-contained oxides. Those 
transition metal sulfides show metallic conduction as 

s compared with transition metal oxides; and therefore, 
more preferable are transition metal oxides. 

For similar reasons, transition metal-contained 
oxides are more preferably used than carbon materials 
such as graphite. 

10 LiuxMxr^PO^fM^AI, Sc, Y, La etc.), U05. 
3xREo.5f X "n0 3 (RE = rare earth elements such as La, 
Pr, Nd and Sm) and the like are generally called lithium 
ion conductive solid electrolyte. However, if batteries 
with solid electrolytes containing those transition metals 

is as a second electrode component are charged, a reduc- 
tion reaction 

Ti^Ti 3 * 

20 will occur, showing an electron-lithium ion mixed con- 
duction, and those compounds, therefore, can be used 
as material for second electrode component as well. 

A number of lithium batteries with the dissolving 
and deposition reaction of metallic lithium as electrode 

25 reaction at the negative electrode have been previously 
disclosed in which some techniques of providing a sec- 
ond electrode component are proposed to improve the 
cycle characteristics; for example, provision of a lithium 
tonic and electronic conductive coating layer on metallic 

30 lithium (Japanese Laid-Open Patent Publication Hei 4- 
248276), provision of lithium-diffused porous carbon 
sheet on an aluminum-lithium alloy layer (Japanese 
Laid-Open Patent Publication Hei 4-162372) and provi- 
sion of a protective layer comprised mainly of carbon 

35 material over a metallic lithium sheet or a lithium alloy 
sheet (Japanese Laid-Open Patent Publication Hei 4- 
229562). 

In the secondary lithium battery according to the 
present invention, any of those materials including 

40 metallic lithium and lithium alloy and other electronic 
conductive materials can be used as material to make 
up a first electrode component of the negative electrode 
where the deposition and dissolving reaction of metallic 
lithium takes place. 

*5 The problem is, however, that the first electrode 
component is one on the surface of which metallic lith- 
ium deposits and dissolves, and if metallic lithium is 
used as first electrode component, the first electrode 
component itself undergoes a deposition-dissolution 

» reaction during charge-discharge of the battery, result- 
ing a change in the surface configuration etc.; thus it is 
difficult to obtain stable operating characteristics. 

With a material liable to have an irreversible reac- 
tion with metallic lithium, too, the initial charge-dis- 

>5 charge efficiency will fall. In case a metal liable to form 
an alloy with lithium is used as material to make a first 
electrode component, therefore, it is necessary to use 
one with a high reversibility of electrochemical alloy- 
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forming reaction with lithium. Among the materials 
meeting this requirement are metallic indium and metal- 
lic aluminum. First electrode components in which those 
metals are used to form an alloy with lithium in the bat- 
tery, but ones alloyed in advance can also be used. 

To solve those problems, furthermore, it is prefera- 
ble to use a first electrode component which is made of 
a material less likely to cause a deposition-dissolution 
reaction by itself while the battery is in operation To be 
specif c, preferable is that the material should be insolu- 
ble in the electrolyte within the potentiaJ range at which 
the negative electrode is placed with the battery in oper- 
ation or the potential range more negative than 1 V vs 
Li/Li* at least. 

Among the especially preferred such materials the 
constituents of which are not prone to a dissolution-dep- 
osition reaction and. furthermore, an irreversible reac- 
tion with metallic lithium are metallic copper, nickel 

I 1, ,r0 " and ion - based a"oys including stainless 

The carbon material is also preferably used, 
because its reaction is high in reversibility and also 
because carbon is hard to dissolve and deposit though 
it forms an interlayer compound with lithium. 

To keep down the above-mentioned deposition of 
metallic lithium in the form of dendrite, it is preferable 
that a second electrode component is formed on a first 
electrode component. 

However, it is possible to make up a negative elec- 
trode with the first and second electrode component 
materials mixed together. It is still preferable that a sec- 
ond electrode component is formed on the layer of the 
mixture of the first and second electrode component 
materials. That increases the first electrode area where 
metallic lithium is deposited and can effectively keep 
down the deposition of metallic lithium in the form of 
dendrite, because the first electrode component is not 
exposed in the electrolyte. 

It is also preferable that the materials used as sec- 
ond electrode component are in the form of powder with 
a surface area of not smaller than 50 mVg. Such a high 
surface area can shorten the diffusing length of lithium 
ions in the second electrode component material, rais- 
ing the operating current of the battery. 

Now, the present invention will be further described 
in detail with embodiments. 
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mg ratio of 95:5 by weight in N-methyl-2-pyrolizidone 
(hereinafter referred to as NMP). More NMP was then 
added to adjust the viscosity to prepare a slurry contain- 
mg titanium oxide and PVDF. 

5 copper foil was used as a first electrode compo- 

nent (current collector). Over this copper foil was coated 
the aforementioned slurry by doctor blade technique 
which was then dried in hot air at 80°C and then rolled" 

io I^: 3 eleCtr0de com P° nen t comprised mainly 
io of the electronic-.onic mixed conductor titanium oxide 
was formed on the first electrode component. A disk 
16.5 mm in diameter punched out from the electrode 
was used as a negative electrode for the secondary lith- 
ium battery. 

is m the present embodiment, it is noted, a thickness 
of the second electrode composed of titanium oxide 
was approximately 100 urn. 

Titanium oxide is a semiconductor with a wide band 
gap. but in the secondary lithium battery of the present 
a> embodiment, titanium oxide shows electronic conduc- 
tion through a reaction for lithium ions to be doped in 
Wanium oxide and acts as electronic-ionic mixed con- 
ductor, the reaction represented by formula (1). 



25 



Ti0 2 + xLi + + xe" -» Li x Ti0 2 



(1) 



Embodiment 1 

In this embodiment, a secondary lithium battery 
was made up using a lithium-doped titanium oxide 
(UJiOa) as an electronic-ionic mixed conductor The 
details are hereinafter described. 

First, a negative electrode was prepared in the fol- 
lowing manner. 

A titanium oxide of the anatase type was used This 
titanium oxide and a binder polyvinylidene fluoride 
(hereinafter refened to as PVDF) were blended in a mix- 



As an active material for the positive electrode 
L«Co0 2 was used which had been obtained in the fol- 
lowing way. 

30 Co, ( ^ he ^f arti [ , ?^ teria,8 U86d were "aCQs and 
2£k ?T l^ 003 00304 were ""W I" a mole 
ratio of 3 : 2; the mixture was then placed in an alumina 
crucible and heated for 24 hours at 750-C to produce 

as The synthesized LiCo0 2 was blended with 5 per- 
cent, by weight, of polytetrafluoroethylene (PTFE) as a 
binder and 5 percent by weight of "Ketchen Black" as a 
conductive material. Then. 40 mg of this mixture was 
filled into a current collector made of a stainless steel 
* mesh punched into a disk 16 mm in diameter to form a 
positive electrode. 

The lithium ion conductive electrolyte was prepared 
by dissolving, to a concentration of 1 .0 M. lithium phos- 
phorous hexafluoride (UPF 6 ) in a mixed solvent pre- 
45 pared by mixing propylene carbonate (PC) and 
dimethoxyethane in a volume ratio of 1 : 1 

A secondary lithium battery was fabricated using 
tiiese positive electrode, negative electrode and electro- 
lyte and a polypropylene porous film with a thickness of 
so 50 urn as a separator. 

The negative electrode was made of a copper foil 1 
as a first electrode component and a second electrode 
layer 2 comprised mainly of titanium oxide. This nega- 
tive electrode, separator 3. positive electrode 4 with a 
55 stainless mesh to serve as a current collector and to 
hold tiie positive electrode, and the electrolyte were 
sealed in a stainless steel battery case 6 with a stain- 
less steel sealing plate 7 provided with a gasket 8 on the 
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periphery. 

The lithium battery thus obtained was subjected to 
a charge-discharge cycle test at a constant current of 5 
mA within a voltage range between 3.0 V and 4.2 V. Fig. 
6 shows the charge-discharge curve of this lithium bat- s 
tery. Fig. 7 shows the change with cycles in the dis- 
charge capacity. 

These results showed that the battery according to 
the present invention shows good cycling performance 
with little degradation observed in discharge capacity w 
with charge-discharge cycles. The operating voltage of 
this battery is approximately 4 V, and the potential at the 
negative electrode of this battery seems about the same 
as the lithium electrode potential, which indicates that 
the reaction at the negative electrode of the battery dur- is 
ing charging and discharging is a deposition-dissolution 
reaction of metallic lithium. 

In Fig. 6, however, the charge curves were found 
not to be flat at the beginning of the charging. In that 
segment, it is considered that there took place a reac- 20 
tion for lithium ions to be doped in titanium oxide, the 
reaction represented by formula (1). There was also 
observed a segment not flat in voltage, the explanation 
for which it is thought is that a reaction just opposite to 
the above-mentioned took place. 25 

After charging, the above-mentioned battery was 
disassembled, and the cross section of the negative 
electrode was examined under the scanning electron 
microscope. The results showed that metallic lithium 
had deposited only between the seoond and first elec- 30 
trode components of the negative electrode and that the 
deposition was not in the form of dendrite but high in 
compactness and flatness. 

As has been observed, it was found that a second- 
ary lithium battery can be obtained according to the 35 
present invention which does not cause metallic lithium 
to grow in the form of dendrite though the electrode 
reaction at the negative electrode is deposition-dissolu- 
tion reaction of lithium metal. 

40 

Comparative Example 1 

In this comparative example, a secondary lithium 
battery was made up without using the electrode com- 
prised mainly of lithium-doped titanium oxide which had 45 
been used as the electronic-ionic mixed conductor in 
Embodiment 1 . The details are described hereinafter. 

The same copper foil as in Embodiment 1 was used 
in the first electrode component of the negative elec- 
trode. But the negative electrode was made up without so 
forming a second electrode component comprised 
mainly of titanium oxide thereon. 

Except that this negative electrode was used, a 
secondary lithium battery was fabricated in the same 
manner as in Embodiment 1 and the charge-discharge ss 
behavior was examined. 

The charge-discharge curves obtained are shown 
in Fig. 8, and the change with charge-discharge cycles 



in the discharge capacity is shown in Fig. 9. 

The results showed that this battery was not higher 
than 90 percent in the charge-discharge efficiency (ratio 
of the quantity of electricity discharged to the quantity of 
electricity charged) in charge-discharge cycles and that 
a significant drop was observed with charge-discharge 
cycles in the quantity of electricity discharged. 

After charging, the above-mentioned battery was 
disassembled, and when the cross section of the nega- 
tive electrode was examined under SEM, a deposition 
of metallic lithium in the form of dendrite was found on 
the copper foil. 

It is considered from those results that in the sec- 
ondary lithium battery of the present comparative exam- 
ple, lithium is deposited in the form of dendrite in 
charging and this lithium in the form of dendrite can not 
discharge completely, which is the cause for the drop in 
the characteristics of the battery with charge<iischarge 
cycles. 

Embodiment 2 

Except that lithium-doped tungsten oxide (Li x W0 3 ) 
was used as an electronic-ionic mixed conductor, a sec- 
ondary lithium battery was made up in the same man- 
ner as in Embodiment 1 and its characteristics were 
examined. The details are described hereinafter. 

The negative electrode for the secondary lithium 
battery in the present embodiment was made in the 
same manner as in Embodiment 1 except that tungsten 
oxide was used instead of titanium oxide used in 
Embodiment 1. 

Except that this negative electrode was used, a 
secondary lithium battery was made up in the same 
manner as in Embodiment 1 and its charge-discharge 
behavior was examined. 

These results showed that the battery according to 
the present invention is high in charge-discharge cycle 
characteristics with little changes observed in discharge 
capacity with charge-discharge cycles. The operating 
voltage of this battery is approximately 4 V, and the 
potential at the negative electrode of this battery is 
about the same as the lithium electrode potential, which 
indicates that the reaction at the negative electrode of 
the battery during charging and discharging is a deposi- 
tion-dissolution reaction of metallic lithium. 

In the charge-discharge curves, however, there was 
a change in shape in the segments not flat in the initial 
and final stages which was considered to correspond to 
the doping reaction and the de<Joping reaction of lith- 
ium ions into and from titanium oxide represented by 
formula (1) as was observed in Embodiment 1 . That is, 
it is thought, because there occurred a doping reaction 
of lithium ions into tungsten oxide represented by for- 
mula (2) instead of the doping reaction of lithium ions 
into titanium oxide represented by formula (1). 

W0 3 + xLi + + xe" -» U x W0 3 (2) 
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After charging, the above-mentioned battery was 
d-sassembled. and the cross section of the negaZ 
electrode was examined under SEM. The results 
showed that metallic lithium had deposited only 
between the second and first electrode components of 
n atn ^ ectrode and th* the deposition was not 
in the form of dendrite but high in compactness and flat- 
nsss. 

As has been observed, it was found that a second- 
ary Irthium battery can be obtained according to the 
present invention which does not cause metallic lithium 
to grow ,n the form of dendrite though the deposition 
disso lutron reaction of metallic lithium is utilized as reac- 
tion at the negative electrode. 



14 



IrtWiad deposrted only between the second and first 

*^ /°T nentS 01 the neoative el «*ode and 
Jat the deposrt.cn was not in the form of dendrite but 
hgh in compactness and flatness. As has been 
5 ^^^^^^"^ndarylitNumbattery 

wh?ch d^l aCC0rdin9 10 * e Present 

^ " * «"«• lithium to grow in the 

form of dendrrte though the deposition-dissolution reac- 

Embodiment 4 



Embodiments 

Except that lithium-doped vanadium oxide 
(UixVaOg) was used as an electronic-ionic mixed con- 
ductor, a secondary lithium battery was produced in the 
same manner as in Embodiment 1 and its characteris- 
tics were examined. 

ha J!* "!? atiVe e,eCtr0de for the secondary lithium 
battery in the present embodiment was made in the 
same manner as in Embodiment 1 except that vana- 

t£b££!? US6d ' nStead * ttaniUm 0XWe USed in 
Except that this negative electrode was used a 
secondary lithium battery was produced in the same 
manner as in Embodiment 1 and its charge-discharge 
behavior was examined. a 
ih. ™Tl reSU,teSh0Wed that the battery according to 
the present invention is high in charge-discharge cycle 
characteristics with little changes observed in discharae 
capacity with charge^ischarge cycles. The operating 

25L . J ^ iS apPradmate| y * V.lnd the 
potential at the negative electrode of this battery is 

?l aS ' HhiUm e,ectrode which 
ndicates that the reaction at the negative electrode of 
he battery during charging and discharging is a deposi- 
tion-dissolution reaction of metallic lithium 

In the charge-discharge curves, however, there was 

!J?, an9e t Sh3pe in *• seaments not ,la t -n the initial 
and final stages which was considered to correspond to 
the doping reaction and the de-doping reaction of lith- 
ium ions .nto and from titanium oxide represented by 
formula (1) as was observed in Embodiment 1. That is 
it is thought, because there occurred a doping reaction 
of lithium ions into vanadium oxide represented by for- 
mula (3) instead of the doping reaction of lithium ions 
into titanium oxide represented by formula (1). 

VjOs + xLi + + xe" -> Li x V 2 0 5 (3) 

After charging, the above-mentioned battery was 
d.sassembled. and the cross section of the negative 
electrode was examined under the scanning electron 
microscope (SEM). The results showed that metallic 



is inn ^ ^ a " electr °chemically reduced lithium 
L 'i.3A| 0 .3Ti 1 .7(PO4)3 was used as an electronic-ionic 

upm the same manner as in Embodiment 1 and its 
characteristics were examined. 
20 li ! hiurn A1 ion conductive solid electrolyte repre- 

inn ' 3 S 3711J(P ° 4)3 bymix- 

ng Irthium carbonate (U 2 C0 3 ) and aluminum oxide 
(AlaOg), trtanium oxide (TiOa). and ammonium hydro- 
genphosphate ((NH 4 ) 2 HP0 4 ) in a mole ratio of a?- 
000-k : heati " 9 in 8,6 ^sPhare at 

used^Sn !i 3 ^ 3Ti1 7(P ° 4)a thus "as 
used instead of titanium oxide used in Embodiment 1 

the negative electrode for the secondary Irthium batten; 
» m the present embodiment was made in the sarrmS 
ner as in Embodiment 1 . 

Except that this negative electrode was used a 
secondary lithium battery was produced in the same 

35 nT"!? 3 Embodime "t 1 and its charge-discharge 
35 behavior was examined. s 

These results showed that the battery according to 
tiie present invention is high in charge-dfscharge S 

capacrty wrth charge-discharge cycles. The operating 

potential at the negative electrode of this battery is 
about the same as the lithium electrode potential which 

SS^T ft6 T*™ « *• nefla ** electicTof 
4s £„5 ? f""" 9 Char9i " 9 and discharging is a deposi- 
« tionKl.ssolut.on reaction of metallic lithium 

In the charge-discharge curves, however, there was 
a change .n shape in the segments not flat in the initial 
and final stages which was considered to correspond to 
he dopmg reaction and the de-doping reaction* Ifth- 

ZT, T and fr ° m 0X106 presented X 

formula (1) as was observed in Embodiment 1. That is 
.ts thought because there occurred an electrochemical 
reducing reaction of lithium ion conductive solid electro- 
lyte represented by U^^pofo instead of the 

*S2 Iff" 01 mum ions into ti tani"m oxide repre" 
serried by formula (1). 

When the battery was disassembled after H was 
charged, it was found that the electrode layer formed by 
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U 1 .3^0.3^1.7(^4)3 turned black, indicating that 
Li i.3Alo.3Tii.7(P0 4 )3 changes from a non-electronic 
conductive solid electrolyte to an electronic-ionic mixed 
conductor as it is reduced electrochemically. 

After charging, the above-mentioned battery was s 
disassembled, and the cross section of the negative 
electrode was examined under SEM. The results 
showed that metallic lithium had deposited only 
between the second and first electrode components of 
the negative electrode and that the deposition was not 1c 
in the form of dendrite but high in compactness and flat- 
ness. 

As has been observed, it was found that a second- 
ary lithium battery can be obtained according to the 
present invention which does not cause metallic lithium is 
to grow in the form of dendrite though the deposition- 
dissolution reaction of metallic lithium is utilized as reac- 
tion at the negative electrode. 

Embodiment 5 20 

Except that an electrochemically reduced lithium 
ion conductive solid electrolyte represented by 
Uo.sLao.s"^ was used as an electronic-ionic mixed 
conductor, a secondary lithium battery was made up in 25 
the same manner as in Embodiment 1 and its character- 
istics were examined. 

The lithium ion conductive solid electrolyte repre- 
sented by Lio.5Lao.5"n0 3 was synthesized by mixing lith- 
ium carbonate (U 2 C0 3 ) and lanthanum oxide (La 2 0 3 ) 30 
and titanium oxide (TiOg) in a mole ratio of 0.25 : 0.25 : 
1 , and then heating in the atmosphere at 1 ,200°C. 

The negative electrode for the secondary lithium 
battery in the present embodiment was made in the 
same manner as in Embodiment 1 except that 35 
Ljo.5Lao.5"Ti0 3 thus obtained was used instead of tita- 
nium oxide used in Embodiment 1. 

Except that this negative electrode was used, a 
secondary lithium battery was produced in the same 
manner as in Embodiment 1 and its charge-discharge 40 
behavior was examined. 

These results showed that the battery according to 
the present invention is high in charge-discharge cycle 
characteristics with little changes observed in discharge 
capacity with charge-discharge cycles. The operating 4s 
voltage of this battery is approximately 4 V, and the 
potential at the negative electrode of this battery is 
about the same as the lithium electrode potential, which 
indicates that the reaction at the negative electrode of 
the battery during charging and discharging is a deposi- so 
tion^dissolution reaction of metallic lithium. 

In the charge<Jischarge curves, however, there was 
a change in shape in the segments not flat in the initial 
and final stages which was considered to correspond to 
the doping reaction and the de-doping reaction of lith- 55 
ium ions into and from titanium oxide represented by 
formula (1) as was observed in Embodiment 1 . That is, 
it is thought, because there occurred an electrochemical 



reducing reaction of lithium ion conductive solid electro- 
lyte represented by Lio. 5 Lao.5Ti0 3 instead of the doping 
reaction of lithium ions into titanium oxide represented 
by formula (1). When the battery was disassembled 
after it was charged, it was found that the electrode layer 
formed by L^Lao 5 T10 3 turned deep blue, indicating 
that Li 0 5 Lao 5T1O3 changed from a non-electronic con- 
ductive solid electrolyte to an electronic-ionic mixed 
conductor as it was reduced electrochemically. 

After charging, the above-mentioned battery was 
disassembled, and the cross section of the negative 
electrode was examined under SEM. The results 
showed that metallic lithium had deposited only 
between the second and first electrode components of 
the negative electrode and that the deposition was not 
in the form of dendrite but high in compactness and flat- 
ness. 

As has been observed, it was found that a second- 
ary lithium battery can be obtained according to the 
present invention which does not cause metallic lithium 
to grow in the form of dendrite though the deposition- 
dissolution reaction of metallic lithium is utilized as reac- 
tion at the negative electrode. 

Embodiment 6 

Except that LiNi0 2 was used as a positive electrode 
active material, a secondary lithium battery was made 
up in the same manner as in Embodiment 1 and its 
characteristics were examined. 

UNi0 2 was synthesized by mixing nickel oxide 
(NiO) and titanium carbonate (LigCC^) in a mole ratio of 
2:1, and then heating the mixture in a stream of oxygen 
at600°C. 

Except that this LiNi0 2 was used instead of 
LiCo0 2 , a secondary lithium battery was made up in the 
same manner as in Embodiment 1 and its charge-dis- 
charge behavior was examined. But the final charging 
voltage was set at 4.1 V. 

These results showed that the battery according to 
the present invention is high in charge-discharge cycle 
characteristics with little changes observed in discharge 
capacity with charge-discharge cycles. The operating 
voltage of this battery is approximately 3.9 V, and the 
reaction at the negative electrode of this battery during 
charging and discharging is a deposition-dissolution 
reaction of metallic lithium. 

After charging, the above-mentioned battery was 
disassembled, and the cross section of the negative 
electrode was examined under SEM. The results 
showed that metallic lithium had deposited only 
between the second and first electrode components of 
the negative electrode and that the deposition was not 
in the form of dendrite but high in compactness and flat- 
ness. 

As has been observed, it was found that a second- 
ary lithium battery can be obtained according to the 
present invention which does not cause metallic lithium 
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to grow ,n the form of dendrite though the deposition- 
dissolubon reaction of metallic lithium is utilized as reac- 
ton at the negative electrode. 

Embodiment 7 



f . Ex *f t UMn 204 was used as a positive elec- 
ttode active material, a secondary lithium battery was 
made up in the same manner as in Embodiment 1 and 
its characteristics were examined. 

LiMrjaOj was synthesized by mixing lithium carbon- 
ale (LI2CO3) and manganese acetate (Mn(CH 3 COO), 
and heating the mixture in the atmosphere at 750° 

Except that this LiMn 2 0 4 was used instead of 
uco0 2 . a secondary lithium battery was made up in the 
same manner as in Embodiment 1 and its charge-dis- 
charge behavior was examined. 

These results showed that the battery according to 
the present invention is high in charge-discharge cycle 
charader.st.es with little changes observed in discharge 

32? Hi. *?**»*«» Wles. The operating 
votege of this battery is approximately 4 V. and the 
potential at the negative electrode of this battery is 

2S.«ni as ** iithium eiec,rode which 

£ T T ? * 6 reaCfi0n 81 *• n ^ rt " ele <*ode of 
he battery dunng charging and discharging is a deposi- 
tion-dissolution reaction of metallic lithium. 

After charging, the above-mentioned battery was 
d.sassembled, and the cross section of the negative 
electrode was examined under SEM. The resuHs 
showed that metallic lithium had deposited onlv 
between the second and first electrode components of 
the negative electrode and that the deposition was not 
in the form of dendrite but high in compactness and flat- 
ness. 

As has been observed, it was found that a second- 
ary l,th,um battery can be obtained according to the 
present invention which does not cause metallic lithium 
to grow in the form of dendrite though the deposition- 
dissolution reaction of metallic lithium is utilized as reac- 
tion at the negative electrode. 



tion-dissolution reaction of metallic lithium. 

After charging, the above-mentioned battery was 
disassembled, and the cross section of the ZZ 
electrode was examined under SEM. The results 

nfl 6 S f° nd m e,ectrode components 2 
Je negative electrode and that the deposition was not 
m the form of dendrite but high in compactness and flat- 
ness. 

10 an, it haS ST 0b8erve<, • '* was found ** a second- 
^f ery * be accexding to the 

present invention which does not cause meiallic lithium 
to grow m the form of dendrite though the deposition, 
dissolution reaction of metallic lithium is utHizedWreac- 

15 tion at the negative electrode. 

Embodiment 9 



Embodiment 8 

Except that a stainless steel foil was used as a first 
electrode component instead of the copper foil used in 
Embodiment 1, a secondary lithium battery was made 
up in the same manner as in Embodiment 1 and its 
characteristics were examined. 

These results showed that the battery according to 
the present invention is high in chargeOischarge cycle 
characteristics with little changes observed in discharge 
capacity with charge-discharge cycles. The operating 
voltage of this battery is approximately 4 V, and the 
potential at the negative electrode of this battery is 
about the same as the lithium electrode potential, which 
indicates that the reaction at the negative electrode of 
the battery during charging and discharging is a deposi- 



a, ^f^fL!^ 8 niCtel Wl *» «ed as a first elec- 
c^!J 0,T,POnent instead * *• Wr foil used in 
Embodiment 1. a secondary lithium battery was made 

^l* he j ame as in Embodiment 1 and its 

characteristics were examined. 

These results showed that the battery according to 
25 the present invention is high in charge-discharae cvcle 

^i 8 "^^ ,W,e ^ e8 ^ edi "d^nige 
capacity wrth ctarge-discharge cycles. The operating 

SmX fe '*"*'"«* 4 V. and the 

30 25? 6 n !f t,Ve e,ectrode « tnis battery is 
S^^ a8ft ^ me, ^ e P 0t ^al.v*ich 
^.cates that the reaction at the negative electrode of 
fte battery during charging and discharging is a deposi- 
tion-dissolution reaction of metallic lithium 

After charging, the above-mentioned battery was 

tET"- 8nd *° &0SS secfion of the SaSe 
etectrode was examined under SEM. The results 
showed that metallic lithium had deposited only 

EfEL 6 "E^ and ,iret e,ectrode components o> 
ttie negative electrode and that the deposition was not 
40 '"the form of dendrite but high in corr^cTess f i* 

neSS. 

„„, £ has ^ ooserved, it was found that a second- 
ary Hm battery can be obtained accoiding to the 
present invention which does not cause metallic lithium 
« J grow in the form of dendrite though the deposftton 
dissolution reaction of metallic lithium is utilized as reac- 
tion at the negative electrode. 
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Embodiment 10 



Except that graphite was used as a first electrode 
component instead of the copper foil used in Embodi- 
ment 1 . a secondary lithium battery was made up in the 
same manner as in Embodiment 1 and its characteris- 

SaS eXam ' ned ' ^ detai ' S 3re hereinafter 

First, a negative electrode was prepared in the fol- 
lowing manner. 
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Graphite and a binder PVDF were blended in a mix- 
ing ratio of 95:5 by weight in N-methyl-2-pyrolizidone 
(NMP). More NMP was then added to adjust the viscos- 
ity to prepare a slurry containing graphite and PVDR 
This slurry was coated over the current collector copper 
foil by doctor blade technique, and then dried in hot air 
at 80°C to form a first electrode component. On this first 
electrode component was then formed a second elec- 
trode component comprised mainly of the electronic- 
ionic mixed conductor titanium oxide in the same man- 
ner as Embodiment 1. A disk 16.5 mm in diameter was 
punched out of the electrode thus obtained and was 
used as a negative electrode for the secondary lithium 
battery. But the content of graphite in the negative elec- 
trode was 20 mg. 

Except that the negative electrode thus obtained 
was used, a secondary lithium battery was made up in 
the same manner as in Embodiment 1 and its charge- 
discharge behavior was examined. 

These results showed that the battery according to 
the present invention is high in charge^discharge cycle 
characteristics with little changes observed in discharge 
capacity with charge-discharge cycles. The operating 
voltage of this battery is approximately 4 V, and the 
potential at the negative electrode of this battery is 
about the same as the lithium electrode potential, which 
indicates that the reaction at the negative electrode of 
the battery during charging and discharging is a deposi- 
tion-dissolution reaction of metallic lithium. 

In the charge-discharge curves, however, there was 
a change in shape in the segments not flat in the initial 
and final stages which was considered to correspond to 
the doping reaction and the de-doping reaction of lith- 
ium ions into and from titanium oxide represented by 
formula (1) as was observed in Embodiment 1. That is, 
it is thought, because there occurred a reaction for lith- 
ium ions to be doped into the layers of graphite repre- 
sented by formula (4) in addition to a reaction for lithium 
ions to be doped into titanium oxide represented by for- 
mula (1 ) at the second electrode component of the neg- 
ative electrode. 

C 6 + xLi + + xe"->C 6 Li x (4) 

After charging, the above-mentioned battery was 
disassembled, and the cross section of the negative 
electrode was examined under SEM. The results 
showed that metallic lithium had deposited only 
between the second and first electrode components of 
the negative electrode and that the deposition was not 
in the form of dendrite but high in compactness and flat- 
ness. 

As has been observed, it was found that a second- 
ary lithium battery can be obtained according to the 
present invention which does not cause metallic lithium i 
to grow in the form of dendrite though the deposition- 
dissolution reaction of metallic lithium is utilized as reac- 
tion at the negative electrode. 



Embodiment 11 

In the present embodiment a solid-state secondary 
lithium battery was made up using lithium<toped tita- 

5 nlum 0x1(16 (LixTiOa) as an electronic-ionic mixed con- 
ductor as in Embodiment 1 and a lithium-ion conductive 
oxysulfide glass represented by 0.01 U 3 P0 4 - 0.63 Li 2 S 
- 0.36 SiS2 as a lithium ion conductive electrolyte. The 
details are hereinafter described. 

w First, a lithium ion conductive oxysulfide glass rep- 
resented by 0.01 U3PO4 - 0.63 U 2 S - 0.36 SiSg was 
synthesized. Lithium phosphate (IJ3PO4). lithium sulfide 
(Li 2 S) and silicone sulfide (SiSg) were blended in a mole 
ratio of 0.01 : 0.63 : 0.36, and the mixture was then 

is placed in a glassy carbon crucible. The crucible was 
heated to 950°C in a stream of argon so that the mixture 
was in a molten state. After two hours, the melt was 
dropped between twin rollers and quenched to obtain a 
lithium ion conductive oxysulfide glass represented by 

20 0.01 IJ3PO4 - 0.63 LiaS - 0.36 SiSg. 

A powder of the solid electrolyte thus obtained and 
crushed and the anatase-type titanium oxide as an elec- 
tronic-ionic mixed conductor as in Embodiment 1 were 
blended in a ratio of 4 : 6 by weight to produce a mate- 

25 rial for a second electrode component of the negative 
electrode. 

For the positive electrode. UCo0 2 obtained in 
Embodiment 1 and the above-mentioned solid electro- 
lyte powder were blended in a ratio of 6 : 4 by weight 

30 and this mixture was used. 

A secondary lithium battery with a cross section as 
shown in Fig. 10 was made up using the above positive, 
negative electrodes and electrolyte. In Fig. 10, the refer- 
ence number 11 indicates a stainless steel sealing 

35 plate, which is also the first electrode component of the 
negative electrode. Trie reference number 12 is a sec- 
ond electrode component of the negative electrode 
made of a mixed layer of titanium oxide and the solid 
electrolyte powder obtained above. Three layers - the 

40 second electrode component 12, solid electrolyte layer 
13 and positive electrode 14 - are compressed into one 
piece. 15 is a stainless steel battery case, and 16 is a 
gasket 

The lithium battery thus obtained was subjected to 
45 a charge^Jischarge cycle test at a constant current of 5 
mA within a voltage range between 2.5 V and 4.2 V. 

These results showed that the battery according to 
the present invention is high in charge-discharge cycle 
characteristics with little changes observed in discharge 
50 capacity with charge-discharge cycles. The operating 
voltage of this battery is approximately 4 V, and the 
potential at the negative electrode of this battery is 
about the same as the lithium electrode potential, which 
indicates that the reaction at the negative electrode of 
& the battery during charging and discharging is a deposi- 
tion-dissolution reaction of metallic lithium. 

After charging, the above-mentioned battery was 
cut up, and the cross section of the negative electrode 
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was examined under SEM. The results showed th* 
ana first electrode components of the negative eler 
drrte but high in compactness and flatness. 

As has been observed, it was found that a second- 
ary Irthium battery can be obtained acTnWSe 
present invention which does not cause j£ £ £ 

SSL" 6 ^ 01 dendnte ,h0U 9 h » e d ^on 
J^ J*", reason of metallic lithium is ufflized^. 
tion at the negative electrode. 
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Comparative Example 2 



In the present comparative example, a solid-state 
E"2? litt,iUmbattery ™* "P witSfuSg 
£jE2?E? 0n,c mbfed condu ^ titanium oxkte 

in S tJd°X ,hat a l*" 1 ' 888 81661 ^ wa * inserted 
tte8e f^ 6 ^»«»nponemi2inRg. 10 

tery was produced in the same manner as Embodiment 

These results showed that the charge<tischaroe 
efficiency (ratio of the quantity of etectricrtySSed 

££!T* 01 elec1rici,y h *S£ 

wisTbs^LTn 001 W f 6r * an 90 % and ■« th«e 
was observed an irregularity in the charge-discharae 
curve as the charge^ischarge cycle was SSSS 
irregularity seemingly attributable to a shorSoJfpne 
nomenon within the battery. ^ 

at J'?^? 8 * 3 ,r ° m th0se resute •* in solid- 
™ 8 Jf?^ a,y . batt6ry in the P'esent comparative 
example. Irthium deposited in the form of dendrite in 
chaigmg which could not completely discharge*^ 
ar . internah short-circuit occurred ^SStSX 
the charge-discharge cycle was repeated 

oxide n t I !!;L? b( 1i ment8, mum 
oxide, tungsten oxide and others were used as a transi- 

ta .metal oxide to form a second electrode 
^ 6n68atve e'eclrode: the same results^, be 

S n ^„r an90ftertareffionme ^ oxid « Eluding 
n*to type Wanium oxide, niobium oxide, molybdenum 
ox.de. iron oxide, cobalt oxide, nickel oxide. ££££ 
o»de complex oxides of those transition metaSs 
w* Irthium. or those transition metal oxides doped wS 
sod.um ions, potassium ions etc. Also as a IMum£„ 
conductive solid electrode making u^'the seTnS X" 
trode component other than thoW^ deecSSt Tfte 

aeveiop electronic-lrthium ionic mixed conductivity fur- 

ductor and the lithium ion conductor.in which case 
l^um nrtride can be used as Irthium ior, conductor ^ 
rt s understood that the present invention is not LK 
bymematenalsdescrfoedin^ 



rials to make the second electrode component 

etc ie?e e ^ ime ?'T al,iCCOWer ' s ^6 steel 
eta were used as matenals to make up the first elec- 
trode component of the negative elertrode Z*Z 
5 ^e results can be obtained otlSSirSS . £ 

SS!SS, mum - indium - al= " 

unae^ood that the present invention is not limited bv 
the matenals described in the embodiments as iW 
10 a,8 ^r te l Pftefee,eC ^ econi P 0 nent 

rft ^ 80 ' in * ee ^ JOdim ents.adescripfion was made 

Side mr ida -L ,ithiUm batteries •» «thium cSS 
cxide. Iith.um nickel oxide etc. as positive *\»^Z 

» 1?^ stained wrth ones not mentioned in the 

,nC '" din9 V3nadium «** ^d ' "I 8 
nickel vanadium oxide; it is understood that the or^Z 

20 Also, the embodiments describe the secondarv lifh 
■urn batteries using such lithium ion conEKK 
lytes as one prepared by dissolving UpSTa^S 

^^^^"^^Simethox^e^el 
goes without saying that identical roc,,*; : 

emtjoSS ?^ an tne ones described X 

^'711 UC,0 i and UBF « or elecfr0| y»es pre- 
pared with ethylene carbonate and other solvents fen 
the ones described in the embodiments AsBbTJZ 

S*££ fe l mb0d memS ^ °e used with identi 
2nSS ^ 0th6r electro| tfes including other inor- 

« and If sat ^!" S,S2, U "W%. Li 2 S-P 2 S 5 

n tt d e » dearibs ^ 

as described, the present invention can nravidA * 

adSi 8 , 6 ^ odereact, °n * «he negative electrode is 
a dissoluton-deposition reaction of metallic lithium free 
Jem causrng metaflfo «hi um togrowin ^Z^. 

J™ - that such disclosure is not to be inter- 

SSSES* Various altera,ions and 

will no doubt become apparent to those skilled in the art 

» Sa?S £ P T 7 invemion pertains - 

the above d.sdosure. Accordingly, it is intended 

a^n?S ded J?' m8 be irterpre,ed as 

Zd£S a S, a 1 ° d,,K:ati0nS 88 18,1 witnin ^ true spirit 
ana scope of the invention. 
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conducts electrolyte, a positive electrode and a 
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negative electrode in contact with said electrolyte, 
wherein said negative electrode has a first elec- 
trode component where a deposition-dissolution 
reaction of metallic lithium will take place during 
charging and discharging and a second electrode 5 
component to prevent metallic lithium from being 
deposited in the form of dendrite. 



2. The secondary lithium battery in accordance with 
claim 1 , wherein said first electrode component has 10 
electronic conductivity and is electrically connected 
to a terminal of the negative electrode, and said 
second electrode component has electronic-ionic 
mixed conduction. 

0 15 

3- me secondary lithium battery in accordance with 
claim 1, wherein said first electrode component is 
electronic conductive and is electrically connected 
to a terminal of the negative electrode, and said 
second electrode component is semiconductive. 20 

4. The secondary lithium batteries in accordance with 
claim 1, wherein said second electrode component 
is formed on said first electrode conponent. 

_ ^ 25 

5. The secondary lithium battery in accordance with 
claim 2, wherein the electronic conductivity of said 
second electrode component is lower than the elec- 
tric conductivity of said electrolyte. 

_ _ 30 

6. The secondary lithium battery in accordance with 
claim 5, wherein the electronic conductivity at room 
temperature of said second electrode component is 
not higher than 5xiO" 2 S/cm. 

35 

7. The secondary lithium battery in accordance with 
claim 2, wherein the transport number of electron of 
said second electrode component is lower than the 
transport number of lithium ion. 

8. The secondary lithium battery in accordance with 
claim 1, wherein said second electrode component 
comprises a material selected from the group con- 
sisting of transition metal oxides, transition metal 
sulfides, and lithium ion conductive electrolytes. 45 

9. The secondary lithium battery in accordance with 
claim 1, wherein said second electrode component 
comprises a semiconductive material having a 
band gap of 1 eVto5eV. " so 

1 0. A secondary lithium battery comprising a lithium ion 
conductive electrolyte, a positive electrode and 
negative electrode in contact with said electrolyte, 
wherein said negative electrode has a first elec- 55 
trode component which is comprised of an elec- 
tronic conductive material and is electrically 
connected to a terminal of the negative electrode 



and a second electrode component which is com- 
prised of an electronic-ionic mixed conductive 
material. 

A secondary lithium battery comprising a lithium ion 
conductive electrolyte, a positive electrode and 
negative electrode in contact with said electrolyte, 
wherein said negative electrode has a first elec- 
trode component which is comprised of an elec- 
tronic conductive material and is electrically 
connected to a terminal of the negative electrode 
and a second electrode component which is com- 
prised of a semiconductor material. 
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